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AMENDMENTS TO THE CLAIMS 

This listing of claims will replace all prior versions and listings of claims in the 

application: 

LISTING OF CLAIMS: 

Claims 1-5 (canceled). 

6. (currently amended): A container holding an adsorbent, said container being made of 
at least two laminates joined to each other, wherein each laminate comprises an ultra high 
molecular weight polyolefin porous film and a polytetrafluoroethylene porous film, wherein the 
polytetrafluoroethylene porous film has an average pore size of 0.2 to 1.5 (xm and a porosity of 
60 to 95°/ 0i 

wherein at least a part of said laminate is formed into a non-planar shape . 
Claims 7-8 (canceled). 

9. (previously presented): The container according to claim 6, wherein said ultra high 
molecular weight polyolefin porous film is an ultra high molecular weight polyethylene porous 



film. 
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10. (previously presented): The container according to claim 6, wherein said ultra high 
molecular weight polyolefin porous film has a structure in which ultra high molecular weight 
polyolefin particles are linked together, forming pores among them. 

1 1 . (previously presented): The container according to claim 9, wherein said ultra high 
molecular weight polyolefin porous film has a structure in which ultra high molecular weight 
polyolefin particles are linked together, forming pores among them. 

12. (previously presented): The container according to claim 6, wherein said ultra high 
molecular weight polyolefin porous film is disposed at an interior side of said 
polytetrafluoroethylene porous film. 
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